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(54) A thickening agent and cosmetic compositions containing it 

(57) A gelling or thickening agent is produced from the ionic interaction of: 

a cationic polymer comprising a polymer of a cellulose, or a cellulose derivative, which is grafted with a 
quaternary ammonium salt of a water-soluble monomer, and 

a carboxylic anionic polymer having a specified capillary viscosity and Epprecht-Drage viscosity. 

The anionic polymer may be polymethacrylic acid, a copolymer of methacrylic acid with an alkyl acrylate 
or methacrylate, an acrylamide derivative, maleic acid, a monoalkyl maleate or N-vinyl pyrrolidone, or an 
ethylene-maleic anhydride copolymer. 

The agent is incorporated in compositions for treating the hair, skin or nails e.g. hair rinsing or setting 
lotions, shampoos, anti dandruff compositions, ami seborrhoeic compositions, support gels for permanent 
waving, hair dyeing compositions, anti-acne compositions and antipsoriatic compositions. 



O 
ro 



CD 
CO 

CJI 
O 



> 



GB2193501A 1 



20 



10 



15 



Specification 

A thickening agent and cosmetic compositions containing it 

5 I^^^SK Wtat f - 1 ? 8 ^ 9e,,in9 or ^ning agent, new thickened or gelled 
to°r^ SUCh an and a cosmetic compositions 

S a viZos^tll hinL *r adva "*9 eous < " «■ case, to employ compositions which 

In previous patents such as French Patents 2.383,660. 2.505,179 and 2 542 997 we have 
medium capable of be.ng presented in the form of thickened or gelled compositions ¥L? que0US 

SSS ZZPtt ^ Composrtions in « ^Part to hair aSSgeous sSape- 1 
retention, sheen and disentangling properties. These compositions are optionally thickened with a 
geNmg or thickening agent which is added to the polymers °P B °n a «Y tnicKenea with a 

m f"°y »!| led ° r tokened compositions of the prior ert have the disadvantage however 20 
resulting from the presence of the gelling or thickening agents, of moSRmSm i to hair or 
of leavmg an unattractive powdery deposit o r . yet again, of imparting toTan uSSSmStSS 
a ^ 8ppearanCe ' particulari V «*« living compositions whose action" hJtSKJS 5 

25 aJ^mpS 08 .'^ 8 ' Which COntain a 9e,lin 9 or thickening agent in addition to the polymers 25 
are sometimes cloudy or opaque, and this can prevent their use in certain applications such as 
for example, hair-shaping compositions which are generally clear W? ™ 8 8S ' 

ooSo^niS 81 ^ tha P° ssibi « t y of Pupating gelled or thickened aqueous cosmetic com- 

30 Sl .^* h3irthe advan tageous shape-retention and sheen properties of the 

SSS7Z rax "? ani ° niC P ° ,ymerS ' Whi,e avoidi " 9 »^me,«tone^ disad- 30 
vantages due to the sddition of gelling agents or thickeners. 

etii^SeSeiTusl ^TnSSTZ tP"*™ 8 quaternar V ammonium <* cellulose 
ewer as descnbed in US-A-3,472,840 and from an anionic polymer which is alqinic acid or a 

35 SZSSX? SUCh 88 2 - a ^ lamido -2-methylpropane8ul P honic acid. ThT£C JSpttm 
35 produced in this manner result, on the one hand, from the use of anionic polymers which 35 
themse ves have thickening or galling properties and, furthermore, requta StiVely Wghtolids 
concentrations. Furthermore, such compositions are not completely MtisfnZZ ZeVtoTare 
employed for condoning hair damaged by physical or chemfcal treatment? ^Z^teZ 

40 „,^ e !? ave *° k und that it is possible to prepare aqueous cosmetic compositions which are celled 40 

Z£t£i wL 8 COPOlVmer ° f Ce " UlOSe ° r ° f B Ce " u,ose **"*» which are gS b? a 9 
radical route with a quaternary ammonium salt of a water-soluble monomer with certain carboxv- 

ak 1^3 format ' on of an mterpolymer by ionic interaction in an aqueous medium To make the 
£2EiSr h th j ckenar " « "thickening agent" is employed ■ ™he remahXS The 45 

ZEST P ^ haVi " 9 th,Ckenin9 Bnd/0f 9e " in9 properties rasultin 9 from this 

wSh SrS^J thickening agent is particularly surprising insofar as it results from polymers 

50 2£l£^l" d,v ' dua ''V have the thickening properties of the resulting agent. This capacrty Ts 

SJffiEES? v ^l° f 98 8 kn0W " P reviousl V< a c"e of which have been produced using 50 

"ff themselvas have gelling properties. This is particularly advantageous 
SS^ShL PreS8nt Invention because the thickening characteristics make it possible 
SI ?Z2T? r 9 ,n . tha "se of the polymers to obtain an identical gelling but at the 

55 ^ P0SS ' ble t0 J mpart t0 the hair or 10 *e skin, which are treated with mesT 

55 compositions certain improved cosmetic properties without loading the hair excessively 55 

JtirTan wh° m r' t,0n8 C< ? nt8ining thickenin9 a9ant have *e advantage of not loading 

aS aDDlie Zrt 'ZSZZ&T? eSp8Cial,y in of composes which 

are applied using methods which do not involve a rinsing stage, and of imparting a pleasant feel 

60 hat ^S^SVV^^ imp8rt 9 °° d Shapa retentionTJgood&s^S 
tSS^S n ° V V fl ? e ha,r * in the case of the compositions whose application is 60 
2 ZlS hi nnSe ,- ^ Stl ?' th8Se compositions make it possible to improve the treetment 

TtThi« rt ^r P8C,ally mSOf8r 88 Ks dise "tangling. its softness and its feel are concerned, 
an Lueoui medi, rt P /! 8ent '"^"concerns a thickener resulting from an ionic interaction n 
65 SiT.li copolymer of a cellulose or a.cellulose derivative grafted by a radical 
65 route with a quaternary ammonium salt of a water-soluble monomer with a particular group of 65 
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carboxylic anionic polymers. 

The present invention provides a gelling or thickening agent produced from the ionic interac- 
tion of: * 

a cationic polymer comprising a polymer of cellulose or a cellulose derivative which are grafted 
5 with a quaternary ammonium salt of a water-soluble monomer/ and 5 
a carboxylic. anionic polymer having an absolute capillary viscosity, at a concentration, of 5% In 
dimethylformamide or methanol at 30°C, of lower than or equal to 30 x 10 -3 Pa s, this thickener 
having an EfJprecht-Drage viscosity, module 3, of at least 0.45 Pa s in solution at a concentra- 
tion of 1% in water at 21 °C. 
10 The ionic interaction is preferably carried out in an aqueous medium and the grafting is 10 
preferably carried out by a radical route. The cationic polymer preferably has an absolute 
capillary viscosity at 1 % in water at 30°C of less than 0.025 Pa s. 

The cationic polymer is preferably a cellulose, or hydroxyalkyl cellulose such as hydroxymethyl 
cellulose, hydroxyethyl cellulose or hydroxypropyt cellulose which are grafted by a radical route 
15 with a methacryloylethyltrimethylammonium, methacrylamidopropyltrimethylammonium or dime- 15 
thyldially [ammonium salt, more particularly a halide such* as a chloride, or a methosulphate. 

A particularly preferred cationic polymer is a hydroxyethyl cellulose copolymer grafted by a 
radical route with diallyldimethylammonium chloride sold under the trade name "Celquat L 200" 
or "Celquat H 100" by National Starch, which is also called "Polyquaternium 4" in the CFTA 
20 dictionary. When diluted to a concentration of 1% in water at a temperature of 30°C, this 20 
polymer has an absolute capillary viscosity of the order of 0.01 Pa s In the case of the product 
marketed under the trade name "Celquat L 200" or of 0.021 Pa s In the case of the product 
marketed under the trade name "Celquat H 100". 
The carboxylic anionic polymer preferably has a molecular weight of from 500 to 3,000,000 
25 more particularly from 1,000 to 3,000,000. It is preferably a film-forming polymer. 25 
Particularly preferred polymers are: 1 

(a) a methacrylic acid homopolymer which has a molecular weight of greater than 20,000, as 
determined by light scattering. 

(b) a copolymer of methacrylic, acid, with one of the following monomers: 

30 Cy-C* alkyl acrylate or methacrylate; ' 30 

an acrylamide derivative, such as N,N-dimethylacrylamide, diacetoneacrylamide or N-tert-butyla- 
crylamide; 
maleic acid; 

C,-C 4 monoalkyl maleate; or 
35 N-vinylpyrrolidone; or 35 

(c) a copolymer of ethylene with maleic anhydride, such as the product sold under the trade 
name EM A 31 by Monsanto Cie. 

Particularly preferred anionic polymers are methacrylic acid copolymers which have an absolute 
capillary viscosity measured at a concentration of 5% in solution in dimethylformamide or 
40 methanol, at 30°C, of from 0.003 to 0.030 Pa s, more particularly a copolymer of methacrylic 40 
acid with methyl methacrylate whose absolute capillary viscosity, measured at a concentration of 
5% in solution in dimethylformamide, is of the order of 0.01 5 Pa s or a copolymer of metha- . 
cryiic acid with monoethyl maleate which has an absolute capillary viscosity, measured at a 
concentration of 5% in solution in dimethylformamide, of the order of 0.013 Pa s, a copolymer 
45 of methacrylic acid with butyl methacrylate whose absolute capillary viscosity, measured at a. 45 
concentration of 5% in solution in methanol, is of the order of 0.010 Pa s, or a copolymer of 
methacrylic acid with maleic acid whose absolute capillary viscosity, measured at a concentration 
of 5% in solution fri dimethylformamide, is of the order of 0.016 Pa s. 
The thickener may, for example, be prepared under the following conditions: 
50 a quantity of water is added to the copolymer of cellulose or cellulose derivative grafted by a. 50 
radical route with a quaternary ammonium salt of a water-soluble monomer to dissolve it 
(solution 1). ( 

Separately, a quantity of water is added to the carboxylic anionic polymer to dissolve it, the . 
dissolution being promoted by neutralization with a conventional alkalifying agent such as aque- 
55 ous ammonia or an alkanolamine (solution II). 55 
The thickener may then be formed by adding solution I to solution II or vice versa, with 
stirring, at ambient temperature. When the gelling or thickening agent has formed it can then, rf 
desired, be diluted with water or with a mixture of water and alcohol, the proportion of alcohol 
being that required to produce the required alcoholic strength for the formulation. 
60 According to. an alternative form of this process, it is equally possible, without recourse to 60 
neutralization, to dissolve the carboxylic anionic polymer in alcohol, preferably ethanol, at a 
concentration such as to bring the final formulation to the alcoholic strength required. 
The thickener may also be formed in the aqueous cosmetic medium itself. 
The copolymer of cellulose or a cellulose derivative which are grafted with a quaternary 
65 ammonium salt is preferably used in an aqueous medium, generally in an amount of frorn 0.01 65 
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10 



to 6%, especially 0.1 to 1.5%, by weight relative to the weight of the composition. The 
E£nK tn 0 R n i C P ° i)fmer n is ***** " sed in an ^ ueo "s medium, generally in an amount of 

TtelfL JZ'J%T a y ° A t0 , ™*' by . wei9ht retative t0 the wei '9ht of the composition. 
The weight ratio of the cationic polymer to the carboxylic anionic polymer is preferably from 1:5 
5 to 5:1, more preferably from 1:2 to 2:1 and is especially equal to about M 

The present invention, also provides a cosmetic composition suitable for the treatment of hair, 
skin or naite whichxomprises at least one gelling or thickening egent es defined above and at 
least one further adjuvant. 

10 tio! h of from n 0 e n9t^S bly presen V n *• f om P°stt°n of the present invention in a concentra- 
10 tion of froni 0.02 to 12%, more preferably from 0.2 to 3%, by weight based on the total 
weight of the composition. 

This composition is generally in aqueous form, but may contain other cosmetically acceptable 
solvents such as, for example, lower (for example C,-C 8 or C.-CJ alcohols such as Methanol or 
isopropano^ glycerol, glycols or glycol ethers such as ethylene glycol monobutyl ether, propylene 

2S'«2fS£? 9VC f 0*25?* 8ther and mon °™thy1 ether, in proportions which do not 15 
affect the formation of the thickener. , 

These compositions have a pH which is generally from 6 to 12, preferably from 6.5 to 9 
more particularly, close to neutrality, for example of the order of 7 to 8 

on .J"? fi" , may b8 ? d i usted witn ar » alkalifying or acidifying agent which is usually employed in 

20 the field of cosmetics. 7 K r 2 o 

The cosmetic composition may, for example, be employed as a shampoo, after-shampoo 
composrtion, product for rinsing to be appfied before or after shampooing, before or after dyeing 
or bleaching, before or after permanent-waving or hair straightening, a hair-setting or blow-drying 
composition, a restructuring composition, or a support for permanent-waving or for dyeing or 

25 bleaching hair. The composition may also contain a dermatological active principle such as an 25 
antidandruff, antiseborrhoeic, antiacne, antifungal, bactericidal, keratolytic or antipsoriatic agent. 

When the composition is in the form of a thickened lotion or gel for hair-setting or for blow- 
drying, it may optionally contain other polymers which are usually employed in a composition of 
this type, more particularly nonionic polymers such as polyvinylpyrrolidones, copolymers of 

30 polyvinylpyrrolidone with vinyl acetate, or anionic polymers which do not have the abovemen- 30 
tioned properties of gelling or thickening with the cationic polymer, for example copolymers of 
vinyl acetate with an unsaturated carboxylic acid such as crotonic acid, copolymers resulting 
from the copolymenzation of vinyl acetate with crotonic acid and an acrylic or metnacryiic ester, 
copolymers resulting from the copolymenzation of vinyl acetate with an alkyl vinyl ether and an 

35 unsaturated carboxylic acid and copolymers resulting from the copolymenzation of vinyl acetate 35 
with crotonic. acid and a vinyl ester of an acid containing a long carbon chain or an allyl or 
methallyf ester of an acid containing a long carbon chain. These polymers are generally em- 
ployed in a concentration of from 0.1 to 5% by weight based on the total weight of the 
composition. 57 

40 When employed as a rinsing composition, the composition may contain various conditioning 40 
agents such as quaternary proteins, cationic silicone polymers, cationic surfactants and cationic 
polymers other than polymers of cellulose or of cellulose derivatives grafted by a radical route 
with a quaternary ammonium water-soluble monomer, of the polyamine, polyaminoamide or 
quaternary polyammonium type. 

45 When the compositions are employed as shampoos, they may contain surface-active agents 45 
with detergent properties which are known per se, such as anionic, cationic, nonionic or am- 
photeric surface-active agents or mixtures thereof. 

In general, the surface-active agents are present in a proportion of from 0.1 to 30% by weight 
based on the total weight of the composition. 

50 When the composition is employed for dyeing hair, it may contain a direct dye or oxidation 50 
dye precursor which is known in the art. 
The compositions may also be used for conditioning skin and nails. 

A particularly perferred cosmetic composition is a hair-shaping composition which is not rinsed 
off. This composition comprises, in an aqueous or aqueous-alcoholic medium, a thickener resuft- 

55 mg from i the ionic interaction of 0.1 to 1.5% by weight of a hydroxyethyl cellulose copolymer 55 
grafted by a radical route with diallyldimethylammonium chloride and 0,1 to 1.5% by weight of a 
copolymer of metnacryiic acid with methylmethacrylate or with monoethyl maleate or with butyl 
methacrylate whose absofute capillary viscosity, measured at 30°C in solution in dimethyrformam- 
ide or methanol at a concentration of 5%, is from 0.010 to 0.015 Pa s, the Epprecht-Drage 

60 viscosity of the thickener, measured at 21°C, module 3, diluted to a concentration of 1% in 60 
water, being higher than 0.45 Pa s, and the pH of the composition being from 6.5 to 9. 

The compositions according to the invention may contain any other ingredient which is usually 
employed in cosmetics, such as perfumes, colourants, preservatives, sequestering agents, sof- I 
teners or silicones. 

65 The present invention also provides a process for thickening or gelling a cosmetic composition 65 
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wherein at least one thickener as defined above or a composition containing the polymers 
forming the thickener in a proportion of from 0.02 td 12% by weight based on the total weight 
of the composition is introduced into the composition to give it an Epprecht-Drage viscosity, 
measured at 21°C (modufe 3), of at least 0.450 Pa s. . • 

5 Aqueous gels or thickened compositions containing the thickener may be prepared separately, 5 
and the cosmetic composition may be prepared in a different step, if desired at the time of use. 

The present invention also provides a process for the treatment of hair, of the skin and of the 
nails, wherein a cosmetic composition as defined above is applied thereto, it being possible for 
this composition to be rinsed off with water, or not, according to the nature of the treatment 

10 desired. 10 
We have found that the composition for the treatment of hair not only makes it possible to 
localize the product on hair properly without flowing onto the face but that the hair treated in 
this manner also has a pleasant feel and a shiny appearance. Furthermore, the thickened or 
gelled composition has the advantage of being clear. 

15 The examples which follow further illustrate the invention. .15 

EXAMPLE 1 

Aqueous gels were prepared according to the information which appears in Table A which 
follows. For this purpose 50 cm 3 of an aqueous solution containing 1% of active substance of 

20 the product marketed under the trade name of "Celqu8t L 200", which is a copolymer of 20 
hydroxyethyl cellulose grafted by a radical route with diallyldimethylammonium chloride, were 
added at ambient temperature and with mechanical stirring to 50 cm 3 of an ethanolic solution at 
an alcohol strength of 20° containing 1 % as active substance of the previously neutralized 
anionic polymer defined in the table. 

25 In Table A below, the measurement of the absolute capillary viscosity of the anionic polymers 25 
is carried out in dimethylformarnide (DMF) and/or in methanbl. 
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TABLE A 



INITIAL MIXTURE 



CATIONIC WLTNER 



Absolute captUary 
viscosity 

Pa a a 10" 3 



CELQOAT L 200 



CARBOXYUC ANIONIC POLYMER 
HathacryUc acld/oathyl -thacrytata gpSTyatT 



UsthscryUs acld/oothyl acrytats copolymer 

UsthacrylU add/butyl wttecryUtt copolynar 
lltthacryllc add/eonoathyl aa lasts copolyvtr 



Ntttiaerydc^cld/N^lMthyUefTi*^* copolyoar 

W MM 

Nsthscryllc ac1d/d1a«atomacryla»1da copolywr U> 
Utthtcryllc a«1d/l#-tart-toutylacryla«1da eopolyatr 
mthacryli* add/oala1e add eopolyatr 

m m ■ m 

NathacryUc seld/N^lnylpyrrolldona eopotyoar - 
rolyaathacryllcacldfW 157,000 

- m i86,ooo 

Ethyltrw/asltlc anhydrlda copoly.tr Mnunto EM 31 



Propor 
tlons 



<2) 



50/50 
BO/20 

SO/SO 

80/20 

05/15 

63.$/ 
36-4 

59/41 

66/34 

61/39 

62/38 

65/35 

63/37 

66/34 

68/33 

72/28 

50/50 
80/20 
80/20 
80/20 
65/35 
70/30 
60/20 



Epprtcht-Orsga viscosity, 
of tht tMckentr foratd 
•Ps s 

Ol " • 



10.4 



mi? 



is 

24-47 

17.* 

3r46 
6 

19.2 

26.8 • 

10*4 

ICt 

13 

12 
19,2 
14.2 



c8 3 oa 



10.56 

16-4 
6-5 
9-94 







0.980 


16*3 * 




1-350 




1.07 


1-200 




4-06 


1-090 


16.7 




2.100 


13-6 




1.800 


9-2 




1-050 




6.8 


1.400 






2.100 


9-82 


8. IS 


1-600 



1*550 
1*430 

1.300 
1.150 
2.000 



1.000 (sod 4) 
0.780 1 1.500 ImoA 4) 

O.SBOf 1-250 (aod 4) 
0.55011.000 (sod 4) 
0.80011.200 (tod 4) 
L490i2.000 (tod 4) 
1.70012.100 (aod 4) 
1.700,2. 500 (aod 41 
U380IL500 (aod 4) 



45 (1) Miturtd at J0°C In IX strsngth solution In uatar 

(21 ■tasurad at 3Q°C In 5X strength solution 1n diMthylfornauldt or oothanol 

(3) sodult 3 - aaasurtd at 21°C 1n 12 strtngth IP aoutous alcohol solution - pH ■ 7-5 

(4) »1scos1ty awasurad using a 11 atrangth solution of this anionic polydar. 



10 



15 



20 



25 



30 



35 



40 



45 
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EXAMPLES 2 to 11 

The following gelled compositions for hair styling are prepared (Tables B and C). 

When these various compositions are applied to clean wet hair, they impart shape retention to 
it without leaving a powdery deposit. When they are applied to dried hair it is found that the 
5 composition makes styling easier without loading the hair and that, once dried, the latter is sdft 6 
and has a pleasant feel. 

TABLE B 

10 10 



15 


COMPOSITIONS 




EXAMPLE Ho. 


i 


1 

1 15 




a 


. 3 


4 


S 


6 




20 


Ctlquat N 100 
0 X AS 

Ctlquat L 200 
g X AS 

ftethacryUc add/aonoathyl aalaate copolymer 
(66/34) g % AS 


OLS 

cr.s 


0.4 ' 


0-8 

« 


1 


0.3 


20 


25 


AtthacryUc ac1d/«alal'c acid eopeiymr 
(70/30) g X AS 

Hathacrytlc acid/butyl acttscryUte copolymer 
(85/15) g X AS 

PolymethacryUc acid m 137,000 
g X AS 




o.s 


0.8 




0.4 


25 


30 


E thy lene/aa talc anhydride copolymer 
Montmto CJtt 31 
g X AS 








0*8 




30 




2-SUMno-2-«ethyl-1-propanoL 


8 


9' 


7 ' 


6 


9 




35 


Ethyl alcohol 
q.t. 


30" 








10- 


35 




Umfr q.». g 


too i 


too 


too 


100 


too 




40 


Epprvcfet-ftrage viscosity 21°C 
IX In HjO (ae&jla 3) in Pa a 


1.190 


a 700 


2 450 


2.400 


0.725 


40 



7 
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TABLE C 



10 



15 



20 



25 



30 





£XA«FLE No* 




COMPOSITIONS 


7 


8 


9 


to 


1 1 




CtUJust n iMJ 
fl X AS^ 


0.4 






0.5 




10 


Celquat t 200 
9 X AS 

nothacryllc add/ietert-butyUerytaaldo copoLyswr 
OU/ZU fl * *5 


0-2 


t 


0-66 




0.33 


15 


Ptoth«cryL1c aeld/MHdlmthyL aciylaalde copolymer 
80/20 fl X AS 




0.5 










AtthacryUc acld/osthyl osthscrytota copolymer , 
50/50 « X AS 






0-33 








WsthacryUc acld/osthyl osthsccytats copolymer 
80/20 fl X AS 








t- 






Polyaethacryllc «1d IV 186,000 
fl X AS 










0*66 


25 


2-Aa1nop-2-Mthrl*1-propml 
q.t. PH 


8 


8*5 


7.5 


8.5 


9.5 




Ethyl alcohol 
q.s. 




30* 


lor . 


icr 


10 # 




Parfwe, colorant, prssarvotlvt 












30 


Vattr 

g a- : 


100 


too 


100 


too 


too 




Eppraht^raflt viscosity Zi^C 
1X In H,0 (soduU 3) Ml Pa s 


0.480 


t.800 


0.900 


U72S 


I. 300 





35 



40 



EXAMPLE 12 

An after-shampoo of the following composition is prepared: 

(A) Celquat L 200 from National Starch 0.7 g As 

(B) 72/28 Methacrylic acid/monoethy! maleate 
copolymer 

Distearyldimethylgmmonium chloride 
Hydrochloric acid q.s. pH: 7 

Water q<s. 100 g 



0.7 
1 



g As 

g 



0.7 g AS 

0.7 g AS 

1 g AS. 

100 g 



60 



35 



40 



45 



45 This composition is applied to clean, roughly dried hair. After being left in place for a few 
minutes it is rinsed off with water. The wet hair is smooth and slippery. After drying it is lively 

and has body. ^ • • 

The gel obtained by interaction of the two polymers A and B has an Epprecht-Drage viscosity 
at 21°C, module 3, of 1.7 Pa s at a concentration of 1.4% in water. 
50 50 
EXAMPLE 13 

An after-shampoo of the following composition is prepared: 

(A) Celquat L 200 from National Starch 

(B) 50/50 Methacrylic acid/methyl methacrylate 
55 copolymer 

Quaternized protein sold under the trade 
name of "Lexein QX 3000" by Inolex 
Hydrochloric acid q.s. pH: 6.7 

Water q.s. 



55 



60 



This gelled composition is applied to clean, roughly dried hair. After being left in place for a 
few minutes it is rinsed off with water. 
The dried hair is lively and has body. 

The gel obtained by interaction of the polymers A and B has an Epprecht-Drage viscosity at ^ 
65 21°C, module 3, of 1.8 Pa s at a concentration of 1.4% in water. 65 
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EXAMPLE 14 
The following shampoo is prepared: 

(A) Celquat L 200 from National Starch 0.5 g AS 

(B) 50/50 Methacrylic acid/methyl methacrylatp 

copolymer 0.7 g AS 

Nonionic surfactant of formula: , 

R-CHOH-CHjO-ICH^-CHOH-CHjO^H 



10 



10 



in which 

R denotes a mixture of C 9 -C 12 alkyl radicals , 
n denotes a statistical mean value of 
about 3.5 10 g AS 

15 Hydrochloric acid q.s. pH: 7.4 15 

Perfume, preservative q.s. 
Water 100 g 

This shampoo has the appearance of a clear gel. 
20 The gel obtained by interaction of the polymers A and B has an Epprecht-Drage viscosity at 20 
21°C, module 3, of 1.65 Pa s at a concentration of 1% in water. 

EXAMPLE 15 

The following shampoo is prepared: 
25 (A) Celquat L 200 from National Starch 0.7 g AS 25 

(B) 72/28 Methacrylic acid/monoethyl maleate 

copolymer 0.7 g AS 

Sodium alkyl ether carboxylate oxyethylenated 

with 2( moles of ethylene oxide, sold by 
30 Marchon under the trade name "Empilan 30 

2747/30" 10 gAS 

Hydrochloric acid q.s. pH: 6 

Perfume, preservative q.s. 

Water q.s. 100 g 



35 



35 



This shampoo has the appearance of a clear gel. 
The gel obtained by interaction of the polymers A and B has an Epprecht-Drage viscosity at 
21°, module 3, of 1.7 Pa s at a concentration of 1.4% in water. 

40 EXAMPLE 16 40 
The following lotion is prepared: 

(A) Celquat L 200 0.1 g 

(B) Polymethacrylip acid % 0.1 g 
2-Amino-2-methyl-1-propanol q.s. pH: 7.5 

45 Perfume, colorant, preservative q.s. 45 
Water q.s. 100 g 



50 



This hair-setting lotion is slightly gelled and does not require rinsing. 
The gel obtained by interaction of the polymers A and B has an Epprecht-Drage viscosity at 
21°C, module 2, of 0.095 Pa s at a concentration of 0.2% in water. 60 



EXAMPLE 17 

The following antidandruff composition is prepared: 
(A) Celquat L 200 1.5 g 

55 (B) 66/34 Methacrylic acid/monoethyl mafeate 55 

copolymer 1.2 g 

1- Hydroxy-4-methyl-6-(2,4,4-trimethylpentyl)- 

2- (1H)-pyridinone, ethanolamine salt, sold under 

the trade name "Octopirox" by Hoechst 0.1 g 

60 Ethyl alcohol q.s. 30° 60 

2-Amino-2-methyM-propanol q.s. pH 7 
Preservative, perfume q.s. 

Water q.s. 100 g 

65 This antidandruff composition has the appearance of a clear gel and it does not require rinsing, 6& 
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The gel obtained by interaction of the polymers A and B has an Epprecht-Drage viscosity at 
21°C, module 3, of about 1 .8 Pa s at a concentration of 2.7% in water. 

EXAMPLE 18 

5 The following antisebdrrhoeic composition is prepared: 5 

(A) Ceiquat L 200 0.5 g 

(B) 50/50 Methacrylic acid/methyl methacrylate ' 
copolymer 0.5 g 
Poiy-jS-alanine 1 g 

10 2-Amino-2-methyl-1-propanol q.s. pH 10 10 
Preservative, perfume q.s 

Water q.s. 100 g 

This antiseborrhoeic composition which can be applied to the skin or to hair has the appear- 
15 ance of a clear gel and does hot require rinsing. 15 
The gel obtained by interaction of the polymers A and B has an Epprecht-Drage viscosity at 
2TC, module 3. of about 1.2 Pa s at a concentration of 1% in water. 

EXAMPLE 19 

20 The support gei for permanent-waving, of the following composition, is prepared: 20 
Composition 1 



25 Ceiquat L 200 1.8 g ,25 



Glycerol monothioglycolate 


68.3 


9 


Glycerin q.s. 


100 


9 


Composition 2 






Ceiquat L 200 


1.8 


9 


70/30 Methacrylic acid/maleic acid 






copolymer 


1.5 


9 


2-Amino-2-methyl-1-propanol q.s. pH 6.5 






Triethanolamine 


3 


9 


Perfume, colorant, preservative q.s. 






Water q.s. 


100 


g 



30 Perfume, colorant, preservative q.s. 30 
Water q.s. 100 g 

The two compositions 1 and 2 are mixed ad hoc in proportions of 32 g of composition 1 to 
87 g of composition 2. 

35 This mixture is applied to hair which is wound onto rollers, for 15 minutes. After 15 minutes 35 
in place, it is rinsed off and an oxidizing solution consisting of 8-voIume hydrogen peroxide, pH 
3, is applied for 10 minutes. 
The hair is then rinsed. 

40 EXAMPLE 20 40 

The following direct-dyeing composition is prepared: 
50/50 Methacrylic acid/methyl methacrylate 

copolymer 0.5 g AS 

Ceiquat L 200 from National Starch 0.5 g AS 

45 1-N-(y-hydroxypropyl)amino-2-nitro-4-N',N'- 45 

bis(^-hydrqxyethy!)aminobenzene monohydro- 

chloride 0.1 g 

2-Amino-2-methyl-1-propanol q.s. pH 7.5 

Ethyl alcohol q.s. 10° 

50 Preservative q.s. 50 

Water q.s. 100 g 



This dyeing composition is applied to wet brown hair, washed beforehand. After drying, the 
hair acquires an ashen brown color. 



10 
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EXAMPLE 21 

The antipsoriatic composition is prepared by adding 0.5 g of anthraline at the time of use to 
the gel of the following composition: 
5 (A) Celquat L 200 0.5 g 5 

(B) 50/50 Methacryiic acid/methyl methacrylate 
copolymer 0.5 g, 

2-amino-2-methyM-propanol q.s. pH 7 
Ethyl alcohol q.s. 10° 

10 Preservative q.s. 10 

Water q.s. TOO g 

The antipsoriatic composition is applied to the skin and does not require rinsing. 
The gel obtained by interaction of the polymers A and B has an Epprecht-Drage viscosity at 
15 21°C, module 3, of about 1.2 Pa s at a concentration of 1% in water. ' 15 

EXAMPLE 22 

The following antiacne composition is prepared by adding 5 g of benzoyl peroxide at the time 
of use to the gel whose composition is given in Example 21. 
20 The composition is applied to the skin. 20 

EXAMPLE 23 

The following bactericidal composition is prepared by adding 1 g of 5-chloro-2-(2,4-dichloro- 
phenoxy)phenol or triclosan (DCI) sold under the name of "Irgasan DP 300" at the time of use 
25 to the gel whose composition Is given in Example 21. 25 
This composition is applied to the skin. 

EXAMPLE 24 

A hair-conditioning composition is prepared by adding 18 g of iris powder diluted with 36 g 
30 of water to 46 g of a gel of the following composition: 30 

(A) Celquat L 200 4.5 g 

(B) 80/20 Methacryiic acid/N-vinylpyrrolidone 
copolymer 4.5 g 
Ethyl alcohol q.s. 10° 

35 2-Amino-2-methy!-1-propanol q^s. pH 7.5 35 
Perfume, preservative q.s. 

Water q.s. 100 g 

The composition is applied to washed hair. After rinsing, the hair has a soft feel. 
40 The gel obtained by interaction of the polymers A and B has an Epprecht-Drage viscosity at 40 
21°C, module 4 f of 1 1.7 Pa s at a concentration of 9% in water. 

EXAMPLE 25 

The following restructuring rinsing lotion is prepared by adding 1.5 g of dimethylolethylenethi- 
45 ourea at the time of use to the gel of Example 21 at pH 6. 45 
This composition is applied to damaged hair. 

CLAIMS 

1. A gelling or thickening agent produced from the ionic interaction of: 

50 a cationic polymer comprising a polymer of a cellulose or a cellulose derivative which are 50 
grafted with a quaternary ammonium salt of a water-soluble monomer, and 

a carboxylic anionic polymer having an absolute capillary viscosity, at a concentration of 5% in 
dimethylformamide or methanol at 30°C, of lower than or equal to 30 X 10~ 3 Pa s, this thickener 
having an Epprecht-Drage viscosity, module 3 f of at least 0.45 Pa s in solution at a concentra- 

55 tion of 1% in water at 21°C. 55 

2. An agent according to claim 1 wherein the cationic polymer is a hydroxyalkyl cellulose 
copolymer grafted by a radical route with a quaternary ammonium salt of a water-soluble 
monomer which is a methacryloylethyltrimethylammonium, methacryiamidopropyltrimethylammon- 
ium or dimethyidiallylarnmonium salt. 

60 3. An agent according to claim 1 or 2, wherein the carboxylic anionic polymer is: 60 
a methacryiic acid homopolymer having a molecular weight greater than 20,000, as determined 
by light scattering, 

a copolymer of methacryiic acid with a C,-C 4 alkyl ecrylate or methacrylate, an acrylamide 
derivative, maleic acid, a C,-C 4 morioalkyl maleate or N-vinylpyrrolidone, or 
65 a copolymer of ethylene with maleic anhydride. 65 
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,4. An agent according to any one of claims 1 to 3 wherein the anionic polymer is: 

a copolymer of methacrylic acid with methyl methacrylatd whose absolute capillary viscosity, 

measured in solution in dimethylformamide at a concentration of 5% at 30°C, is of the order of 

15X10- 3 Pas,, 

5 a copolymer of methacrylic acid with monoethyl maleate having an absolute capillary viscosity, 5 
measured in solution in dimethylformamide at a concentration of 5% at 30°C, of the order of 
13X10- 3 Pa s, 

a copolymer of methacrylic acid with butyl methacrylate whose absolute capillary viscosity, 
measured in solution in methanol at a concentration of 5% at 30°C, is of the order of 10 x 10~ 3 
10 Pa Si or 1 

a copolymer of methacrylic acid with maleic acid whose absolute capillary viscosity, measured 
in solution in dimethylformamide at a concentration of 5% at 30°C, is of the order of 16 x 10-' 
Pa s. 

5. An agent according to any one of claims 1 to 4 wherein the weight ratio of the cationic 

15 polymer to the carboxylic anionic polymer is from 1:5 to 5:1. 15 

6. An agent according to any one of claims 1 to 5 which has been prepared in an aqueous 
medium comprising 0.01 to 6% of the cationic polymer and 0.01 to 6% of the carboxylic 
anionic polymer. 

7. An agent according to claim 1 substantially as hereinbefore described with reference to 

20 any one of the Examples. 20 

8. A cosmetic composition suitable for the treatment of hair, skin or nails, which comprises • 
at least one gelling or thickening agent as defined in any one of claims 1 to 7 and at least one 
further adjuvant. 1 

9. A composition according to claim 8 wherein the gelling or thickening agent is present in a 

25 proportion of from 0.02 to 12% by weight based on the total weight of the composition. 25 

10. A composition according to claim 8 or 9, which has a pH of from 6 to 12. 

11. A composition according to any one of claims 8 to 10 suitable for use as a thickened or 
gelled lotion for hair-setting or for blow-drying which .additionally comprises a nonionic polymer 
which is a polyvinylpyrrolidone or copolymer or polyvinylpyrrolidone with vinyl acetate, or an 

30 anionic polymer which is a copolymer of vinyl acetate with an unsaturated carboxylic acid, a 30 
copolymer resulting from the polymerization of vinyl acetate with crotonic acid and an acrylic or 
methacrylic ester, a copolymer resulting from the cppolymerization of vinyl acetate with a vinyl 
alkyl ether and an unsaturated carboxylic acid, a copolymer resulting from the copolymerization 
of vinyl acetate with crotonic acid and a vinyl ester of an acid containing a long carbon chain or 

35 an allyl or methallyl ester of an acid containing a long carbon chain. 35 

12. A composition according to any one of claims 8 to 1 1 in the form of a shampoo which 
comprises one or more anionic, cationic, nonionic or amphoteric surface-active agents with a 
detergent property. 

13. A composition according to any one of claims 8 to 10, suitable for rinsing off, which 

40 comprises a conditioning agent which is a quaternary protein, cationic silicone polymer, cationic 40 
surfactant or cationic polymer other than a polymer of a cellulose or cellulose derivative grafted 
by a radical route with a quaternary ammonium water-soluble monomer. 

14. A cosmetic composition suitable for use in hair-setting, which comprises, in an aqueous 
or aqueous-alcoholic medium, a thickener resulting from the ionic interaction of 0.1 to 1.5% by 

45 weight of a hydroxyethyl cellulose copolymer grafted by a radical route with diallyldimethylam- 45 
monium chloride and 0.1 to 1.5% by weight of a copolymer of methacrylic acid with methyl 
methacrylate or with monoethyl maleate or with butyl methacrylate whose absolute capillary 
viscosity, measured at 30°C in solution in dimethylformamide or methanol at a concentration of 
5%, is from 0.010 to 0.015 Pa s, the Epprecht-Drage viscosity of the thickener, measured at 

50 21°C, module 3, diluted to a concentration of 1% in water, being higher than 0.45 Pa s, and the 50 
pH of the composition being from 6.5 to 9. 

15. A cosmetic composition according to claim 8 or 14 substantially as hereinbefore de- 
scribed with reference to any one of the Examples, 

16. A process for thickening or gelling an aqueous cosmetic composition wherein at least 

55 one thickener as defined in any one of claims 1 to 7 is introduced into the composition to give 55 
it an Epprecht-Drage viscosity measured at 21°C (module 3) of at least 0.45 Pa s at a 
concentration of 1% in water. 

17. A process for the treatment of hair, of the skin or of the nails, wherein at least one 
cosmetic composition as defined in any one of claims 8 to 15 or produced by a process as 

60 defined in claim 16 is applied thereto. 60 

18. A process according to claim 17 wherein a composition as defined in claim 11 or 14 is 
applied, this application not being followed by a rinse. 
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